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AMENDMENTS TO THE CLAIMS: 

This listing of claims will replace all prior versions, and listings of claims in the 
application: 

bistiiiq*ofe@laims: 
Claims 1-11 (Cancelled) 

Clairn>2. (Currently Amended): An adhesive composition comprising i) a 
polychloroprene dispersion, ii) at least one adhesive resin, and iii) a thickening 
agent; wherein the polychloroprene dispersion i) is a reaction product of an emulsion 
polymerization that comprises a) chloroprene, b) at least one ethylenically 
unsaturated monomer that is copolymerizable with chloroprene and c) as emulsifier, 
an unmodified resin acid comprising at least 40% by weight of abietic acid , and 
wherein the thickening agent comprises one or more orawnio thickening agents 
present in the adhesive composition at from 0.01 to 1 based on the adhesive 
composition . 

Claim tS. (Currently Amended): The An adhesive composition of C l aim - 12 
comprising 100 parts by weight of i) a the polychloroprene dispersion-ift4>, 15 to 75 
parts by weight of the ii) at least one adhesive resin4i), 0.05 to 5 wt.% based on the 
adhesive composition of iii) a thickening agent: and 1 to 10 parts of a mota l ox i do 
oompric i ng a momb e r sol e ot e d from tho group concisting of zinc oxide and or 
magnesium oxide , wherein the polychloroprene dispersion \) is a reaction product of 
an emulsion polymerization that comprises a) chloroprene. b) at least one 
ethylenically unsaturated monomer that is copolymerizable with chloroprene and c) 
as emulsifier an unmodified resin acid comprising at least 40% bv weight of abietic 
acid . 

Claim 14. (Currently Amended): The adhesiye-etSrnposition of Claim 13, wherein 
the thickening agent comprises ione-^rfnore organic thickening agents present in the 
adhesive composiWoD^aHFGmO.01 to 1 wt.%, based on the adhesive composition. 
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Clairn^T (Currently Amended): The adhesive composition of Claim f[13]] >gf 
wherein tha orgowo thickening agent is one or more materials selected from the 
groups consisting of cellulose derivatives, alginates, starch, starch derivatives or 
polyacrylic acid. 

12. J 

ClairrrJ# (Currently Amended): The adhesive composition of Claim >3, wherein 
the thickening agent comprises one or more inorganic thickening agents prosont in 
tho adhosivo composition at from 0.05 to 5 wt.% basod on tho adheo i vo compos i tion . 

Claim 17. (Previously Presented): The adhesive composition of Claim IjBf wherein 
the inorganic thickening agent comprises bentonite. 

Claim (Previously Presented): The adhesive composition of Claim^ wherein 
the adhesive composition has an open time after evaporation of the water of 4 to 15 
days. 

~S 1 

Claim >8ff (Previously Presented): The adhesive composition of Claim ^>^wherein 
the adhesive resin comprises a terpenephenol resin having a softening point above 
110°C. 

Clairrv^O. (Previously Presented): A contact adhesive for bonding inorganic or 
organic substrates comprising the adhesive composition of Claim ye? ^ 

11 9 

Claim^. (New): The adhesive composition of Claim ^jXwherein the thickening 
agent is one or more materials selected from the groups consisting of cellulose 
derivatives, alginates, starch, starch derivatives or polyacrylic acid. 

Claim 22: (New): The adhesive composition of Claim y& wherein the adhesive 
composition has an open time after evaporation of the water of 4 to 15 days. 

Clairn£3. (New): The adhesive composition of Claim ya wherein the adhesive 
resin comprises a terpenephenol resin having a softening point above 110°C. 
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Claim£4T (New): A contact adhesive for bonding inorganic or organic substrates 
comprising the adhesive composition of ClainvJSr^ ^ 

Claim 25. (New): The adhesive^jojpoettfcff^ 14, wherein the organic 
thickening agentjs-ene^rr^re materials selected from the groups consisting of 
derivatives, alginates, starch, starch derivatives or polyacrylic acid. 

3 L 
Claim jify. (New): The adhesive composition of Clairrr^ wherein the thickening 
agent comprises one or more inorganic thickening agents. 




.4 3 
Claim ^7. (New): The adhesive composition of Claim^e^ wherein the inorganic 

thickening agent comprises bentonite. 

Claim ^8. (New): The adhesive composition of Claim tff, wherein the emulsifier 
includes other tricyclic diterpenecarboxylic acids having at least two conjugated C=C 
double bonds per molecule. 

Claim ^9. (New): The adhesive composition of ClainvJ^wherein the emulsifier 
includes other tricyclic diterpenecarboxylic acids having at least two conjugated C=C 
double bonds per molecule. 
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